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Attorney Docket No. 40021.008 

CHROMATOGRAPHIC PACKING MATERIALS AND METHODS OF 
MAKING AND USING SUCH PACKING MATERIALS 

[001] REFERENCE TO RELATED APPLICATIONS 

[002] This application claims priority from U.S. provisional patent application number 

60/272,866, the entire disclosure of which is incorporated herein by reference. 

[003] FIELD OF THE INVENTION 

[004] The invention generally relates to packing materials and their use 

chromatography. In particular, the invention relates to packing materials and their use 
High Performance Liquid Chromatography (HPLC). More particularly, this invention 
relates to a process for increasing the stability and durability of organosilanes on the 
surfaces of siHca packing materials that are used in HPLC. 
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f [005] BACKGROUND OF THE INVENTION 

[006] In recent years there has been an increasing emphasis on using chromatography 

especially HPLC, for analyzing mixtiires by separating their components. HPLC 
efiBcient tool that is widely used throughout the analytical community. Typically, 
shown in Figure 3, an HPLC separation is performed with an instiiraient containing 
solvent reservoir 1, pump 2, injector 3, stainless steel tubing 4, column oven 5, column 6, 
UV detector 7, data system 8, and backpressure regulator 9. It recently has been found 
beneficial to heat the separation column to increase the speed of analysis. 
[007] Using the solvent reservoirs, pumps, mixing unit, and injection device, a sample 

of a material to be analyzed is injected in a flow of an appropriate solvent going through 

2 

3/4/02 1:16 PM 



Attorney Docket No. 40021.008 

the chromatographic column (containing the packing material). The various components 
of the sample are separated in the column due to adsorption, absorption, size exclusion, 
ion exchange, or other interactions with the packing material. The separated components 
are then detected using the detector. Some detectors that are commonly used include 
ultraviolet absorption, fluorescence, refractive index, conductivity, electrochemical, mass 
spectrometry and evaporative Ught scattering. The data obtained is then processed with 
an integrator or computerized data system. 
[008] One widely used packing material in chromatographic columns is based on silica. 

One conmion type of silica packing material contains a lipophihc modified surface for 
use in reversed-phase separations. Common lipophilic agents used in the derivatization 
process include reactive organosilanes, including chlorodimethyloctadecylsilane. The 
silica contains silanol groups on its surface and when the derivatization process uses 
reactive silanes, some of the silanol groups on the surface of the silica do not react with 
the silanes. 

[009] Typically, up to 50% of the silanol groups remain unreacted during the 

derivatization of the siUca. These residual silanol groups interact— usuaUy through ion 
exchange, hydrogen bonding, and dipole/dipole mechanisms— with the sample material 
being analyzed, especially with acidic or basic samples. These unreacted silanol groups 
can create problems during analysis, including problems ranging from increased 
retention, to excessive tailing and irreversible adsorption of the sample, hi addition, they 
can provide points of degradation of the silica itself through attack from mobile phase 
components. One role of the lipophilic organosilane derivatization is to shield the silica 
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surface from dissolution by mobile phase components. Gaps in surface coverage provide 
access for the mobile phase to dissolve the underlying silica or detach the lipophilic 
silanes and sweep them away. 
[0010] There have been numerous attempts to overcome the problems caused by the 

presence of these unreacted silanol groups. Some approaches have been based on 
modifying the silica itself, e.g., using ultrapure silica, carbonized silica, or coating the 
siUca surface with a polymeric composition. Other approaches have been based on 
modifying the separation process, e.g., by adding suppressors (such as long chain amines) 
to the eluent used in the separation process. Yet other approaches have been based on 
modifying the unreacted silanol groups, e.g., endcapping the residual silanol groups with 
different types of silanes such as bidentate silanes; polymeric silanes; highly reactive 
monomeric silanes; silanes containing 1 to 3 organic groups; and silanes containing 
various leaving groups like halogens, triflates, alkoxy, acyl, oximes, amines or amine 
salts. See, for example. Dagger et al. Polymer 40(1 1) pp. 3243-3245 (1999); Chapter 7 of 
An Introduction to Modem Liquid Chromatography John Wiley & Sons, New York, New 
York (1979); 1 Chromatogr. 352, 199 (1986); 1 Chromatogr. 267, 39 (1983); J, 
Chromatogr. 298, 389 (1984); AnaL Chem. 70(20) pp. 4344-4352 (1998); J. Chromatogr. 
797(1-2) pp. 111-120 (1998); Advances in Colloid and Interface Science 6, 95 (1976); 
Angew Cheme. Int. Ed Engl 25, 236 (1986); Walter et al. Advances in Sihca 
Technologv for Reserved-Phase HPLC Packings HPLC 99; as well as EP Patent 
AppUcation No. 129,074, JP Patent Apphcation No. (Kokai) 11335462, and U.S. Patent 
Nos. 6,136,438, 6,057,468, 5,968,652, 5,948,531, 5,869,724, 5,869,152, 5,861,110, 
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5,667,674, 5,576,453, 5,439,979, 5,374,755, 5,1610,311, 5,158,758, 4,996,343, 
4,895,968, 4,876,595, 4,874,5 1 8, 4,837,348, 4,828,695, 4,778,909, 4,746,572, 4,705,725, 
4,634,755, 4,619,984, 4,539,399, 4,318,819, 4,590,167, 4,539,399, 3,795,313, and 
3,722,181, the entire disclosures of which are incorporated herein by reference. 
[0011] Unfortunately, none of these approaches has been completely satisfactory. In 

particular, none of these approaches have produced organosilane modified particles stable 
enough to allow their use in chromatography under pH extremes or elevated temperature 
conditions. 

[0012] SU^IMARY OF THE INVENTTQN 

[0013] The invention provides mcreased stabiUty of derivitization agents on the surfaces 

of packing material used in chromatography. In particular, the invention increases the 
StabiUty of the organosilanes on silicia surfaces used in chromatography, thereby creating 
a more durable coating of organosilanes. By increasing its stabihty, the organosilane 
entity becomes more resistant to de-bonding and the durabiUty of the underlying surface 
is enhanced against dissolution. Thus, chromatogr^hic separations are able to be 
performed at higher and lower pH ranges and higher temperatures. 

[0014] The stability can be increased through attachment of polydentate silanes which 

may be formed by pre-polymerization of suitable monomers followed by surface bonding, 
or by first bonding reactive monomers with appropriate fimctionality to the surface, 
followed by cross-polymerization into polycarbosilanes that are very stable against 
hydrolytic cleavage conditions. The stability can also be increased through attachment of 
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polydentate silanes which are either pre-polymerized and then surface bonded or can be 
bonded first and then cross-polymerized afterward, yielding a polymerized 
polycarbosilane backbone that is veiy stable against hydrolytic cleavage conditions. 

[0015] BRffiF DESCRIPTION OF THE DRAWINGS 

[0016] Figures 1- 3 are views of one aspect of the chromatographic packing material and 

methods of making and using such packing materials according to the invention, in 

which: 

[0017] Figure 1 illustrates a capillary SFC analysis tracking the progress of a reaction in 

one aspect of the method of the invention; 
[0018] Figure 2 illustrates a reaction scheme in one aspect of the method of the invention; 

and 

[0019] Figure 3 illustrates a chromatographic apparatus in one aspect of the method of 

the invention. 

[0020] Figures 1-3 illustrate specific aspects of the invention and are a part of the 

specification. Together with the following description, the Figures demonstrate and 
explain the principles of the invention. 

[0021] DETAILED DESCRIPTION OF THE INVENTION 

[0022] The following description provides specific details in order to provide a thorough 

understanding of the present invention. The skilled artisan, however, would understand 
that the invention can be practiced without employing these specific details. Indeed, the 
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invention can be practiced by modifying the illustrated method and resulting product and 
can be used in conjunction with apparatus and techniques conventionally used in the 
industry. For example, the invention could be used to modify similar surfaces other th^ 
silica, such as zirconia, alumina, or other metal oxides. In addition, the mvention could 
be used to create stable organosilane coatings for non-chromatographic applications. 

[0023] Any suitable type of siUca material or other metal oxide known in the art can be 

used as the packing material in this invention. Mixtures and combinations of different 
materials, including hybrid materials made by surface modification with other metal 
oxides can also be employed in this invention. In one aspect of the invention, 
chromatographic-grade siUca is used as the packing material in the invention, hi yet 
another aspect of the invention, surfaces of tubing or other objects made from or 
containing metal oxides can also serve as substates for coating with polydentate silanes. 

[0024] In one aspect of the invention, the stability of organosilanes on inorganic(silica) 

surfaces is improved by attachment of silane compounds which are pre-polymerized into 
polycarbosilanes with remaining active functionality towards silanol groups and then 
surface bonded, hi another aspect of the invention, reactive silane monomers bearing 
suitable functionality are surface bonded and then cross-polymerized afterward, yielding a 
bonded polycarbosilatie material that is very stable against hydrolytic cleavage conditions. 

[0025] As described above, silane compounds (and in particular organosilane 

compounds) can be attached or bonded to the siUca surfaces used as the packing material 
in chromatographic columns using various methods, hi one method of the invention, the 
organosilanes are attached to the sihca surface using reactive monomeric compounds that 
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are precursors to the polymeric organosilanes. In this method, a stable leaving group 
from the reactive monomer is released when it contacts the silanol groups on the silica 
surface. As well, hydrogen from silanol groups on the silica surface are released. As the 
hydrogen from the silanol and the leaving group from the monomer are released, the 
reactive monomer is attached or bonded to the siUca surface and forms the bonded 
organosilane. The result is a modified silica surface to which the organosilanes are 
attached. The organosilanes are attached with a density such that remaining silanol 
groups are prevented from ftirther reaction due to steric hindrance from those 
organosilanes aheady bonded to the silica surface. The resulting multiple point 
attachment of the polycarbosilanes to the siUca surface greatly increases their resistance 
to debonding reactions over silanes bonded with just one or two attachment points. The 
spacer groups between the silicon atoms in the polycarbosilanes also further shield the 
underlying sihca surface from reacting with mobile phase components. 
[0026] Reactive monomers that can be employed in the invention include any monomer 

that reacts sufficiently for the attachment process to occur. Generally, the more reactive 
the monomer, the more the reaction underlying the attachment process is driven to 
completion. The monomer itself is a molecule or compound containing carbon and silica 
and is usually of relatively low molecular weight and sunple structure that is capable of 
conversion to polymers, hi one aspect of the invention, the monomer also contains the 
leaving group. 

[0027] Any reactive monomer meeting the above criteria can be employed in the 

invention. Suitable reactive monomers include those containing 1 to 3 groups with 
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carbon and/or hydrogen bonded to silica, and also those containing leaving groups like 
halogens, triflates, alkoxy, acyl, oximes, amines or amine salts. Mixtures and 
combinations of these monomers can also be employed in the invention. In one aspect of 
the invention, n-octylallylchlorosilane is employed as the reactive monomer. 

[0028] As described above, the reactive monomers form bonded silane compounds on the 

silica surface. The type of silane compound bonded to the silica depends on the reactive 
monomer used. Silane compounds are chemical compounds containing silicon and 
combinations of other elements. Organosilanes are chemical compounds containing 
sihcon, carbon, and combinations of other elements. Exemplary silane compounds useful 
in chromatography include bidentate silanes; polymeric silanes; reactive monomeric 
silanes; silanes containing 1 to 3 organic groups; and silanes containing leaving groups 
like halogens, triflates, alkoxy, acyl, oximes, amines or amine salts. Preferably, 
organosilane compounds are used in this aspect of the invention. More preferably, n- 
octylallylchlorosilane is used as the organosilane in the invention. Mixtures and 
combinations of the above silanes can also be used. 

[0029] As discussed above, most bonding schemes involve attaching silanes (such as 

organosilanes) to silica surfaces through reactive monomers, where a stable leaving group 
is released in contact with surface silanols. As discussed above, gaps remain in the 
organosilane coating that can lead to undesirable results. For example, the organosilane 
coating can be attacked by active moieties in the mobile phase during the chromatography 
process and at low pH conditions, the organosilane mono&nctional bonded phases can be 
removed rather quickly. 



3/4/02 1:16 PM 



Attorney Docket No. 40021.008 

[0030] To improve this stability, it is known to create multifunctional bonded silanes 

with a degree of polymerization above the silica surface using siloxane linkages. The 
extent to which this polymerization occurs can depend on the amount of water present, 
which may be dehberately added or may be present as a hydrogen bonded layer on the 
solid silica surface. But by increasing the polymerization, the number of electronegative 
oxygen atoms also increases. And with more electronegative oxygen atoms on the 
organosilanes, the silicon atom in the sihca becomes more positively charged and, 

¥^ therefore, is more susceptible to degrading attack by high pH mobile phases. 

O 

M [003 1 ] Some limited shielding can be achieved by using mixed trifunctional silanes. The 

id short chain length spacer silane in such trifunctional silane compounds helps link the 

iO longer chain entities while providing shielding of the siloxane backbone. In another 

P example, bidentate silanes (generally containing monofunctional silanes linked with 

M hydrocarbon or other types of spacers) have been used for such bonding. When bidentate 

sis' 

I j silanes have been used, the resultmg siHca had the benefit of two silane attachment points 

on the silica surface, keeping the number of electronegative groups attached to the silicon 
atoms lower. 

[0032] Other attempts to increase the stability have focused on generating a polymeric 

network containing a polycarbosilane structure. For example, silanes with multiple 
olefinic substituent groups (such as vinyl, allyl, and butenyl), have been bonded to an 
inorganic oxide surface through reaction with a SiCl or SiOR group and then polymerized 
into polycarbosilanes using firee radicals. While these materials were strongly resistant to 
hydrolytic cleavage, their reactivity is random, leaving some of the bonded silanes 
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unattached to any other silanes. See, for example, U.S. Patent Nos. 5,667,674, 4,876,595, 
and 5,968,652. Other polycarbosilane materials have olefinic and sihcon hydride 
polymers crosslinked through hydrosilation, but the reactive sites for bonding to the 
surface were not incorporated. See, for example, U.S. Patent No. 5,2670,377. 

[0033] hi the invention, the advantages of dual point attachment are extended into the 

range of 3 or more attachment pomts by increasing the size of the silane compound. At 
the same time, the amount of electronegative groups is not increased, e.g., each silicon 
atom still bears only one electronegative group. Thus, a lower tendency towards 
nucleophilic attack and subsequent breakdown can be achieved. 

[0034] In this aspect of the mvention, these advantages are obtained by using polydentate 

silanes in place of bidentate silanes (such as those described in U.S. Patent Nos. 
5,869,724 and 5,948,531, the entire disclosures of which are mcorporated herein by 
reference). Any polydentate silane can be employed in the invention with a repeating 
structure -Si-(C)x-, and bearing other additional functionality to impart the desired 
chromatographic selectivity and performance to the finished product, hi one aspect of the 
invention, polycarbonate silanes are preferably employed in the mvention, including 
polycarbonate silanes with one, two, or more carbon spacers. More preferably in this 
aspect of the invention, a polycarbonate silane with a three carbon spacer is employed m 
the invention, hi one aspect of the invention, the polydentate silanes have the molecular 
formula (T): 

— [RiSi(X)— (CH2)„— ]p[SiR2(X)— (CH2)„,— ]q (I) 
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where Ri is an alkyl or aryl group having from 1 to 30 carbon atoms, R2 is an alkyl or aryl 

group having from 1 to 30 carbon atoms and may be the same or different than Ri, Ri or 

R2 include a fimctional group similar to — (CH2)3— N^Cl", — (CH2)2-^6H4— (CH2)3— 

C6H4— SO3H, — (CH2)3— O— CH2— CHOH— CH2OH, ^CH2)3— NH2, and 

— (CH2)3 — CN, n is an integer from 1 to 10, m is an integer from 1 to 10, p and q are 

integers from 0 to 100 (except where p+q=2), and X is a leaving group as described 

herein. 

[0035] The monomers for the polydentate silanes can be synthesized such that v^ations 

in the spacer length can be constructed to the desired specifications. As the monomers 
only link in one orientation during a hydrosilation process (where an SiH group adds 
across a single bond), control over the spacer length can be maintained. Thus, unlike 
polymerization of olefinic groups to form polycarbosilanes containing randomization in 
the fmal product, the invention can control the spacer length in the organosilane. 

[0036] The monomers can be prepared in any manner known in the art, with the 

following non-limiting example being representative of one possible preparation route. 
First, a suitable amount of an appropriate precursor compound is reacted with a suitable 
amount of Grignard reagent bearing the desired functionality. For example, to obtain 
allyloctylchlorosilane, about 18.26 grams distilled allyldichlorosilane was combined with 
about 27.5 grams anhydrous tetrahydrofuran, followed by cooling under a dry nitrogen 
blanket to -78°C in a dry ice-acetone bath. A 73 ml solution of n-octyhnagnesium 
chloride (L77M in tetrahydroftiran) was then slowly added under vigorous stirring. The 
mixture was allowed to warm to room temperature over two hours. 
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[0037] Next, the monomer is worked up by any suitable procedure. For example, dry 

pentane (100 ml) was added to precipitate the salts. The salts were removed by filtration 
and the final product distilled under reduced pressure to give a colorless oil. The yield 
was 19.4 grams, a yield of about 68% of theoretical. Purity of the final product was 
verified by capillary supercritical fluid chromatography using an SB-Phenyl-5 column. 

[0038] The monomers are then polymerized by any suitable procedure known in the art to 

obtain the polymerized silane. In one aspect of the invention, the monomers can be 
polymerized by combining 2 grams of the monomer with 10 ml of dry toluene in a vial 
under nitrogen. Then, the mixture was heated to 95°C and about 100 ppm of 
chloroplatinic acid was added via an ethanol/tetrahydrofuran solution containing the acid. 
Then, samples of the reaction mixture were taken and analyzed by any suitable method, 
e.g., for example by capillary supercritical fluid chromatography (SFC), 

[0039] Figure 1 illustrated the progress of the polymerization reaction to obtain the 

polydentate silane. Figure 1 depicts several chromatograms overlaid such that 
composition chmges were readily visible as the polymerization reaction proceeded. The 
large peak eluting at 11.8 minutes corresponds to the allyloctylchlorosilane starting 
material. As it polymerized via hydrosilation, the peak distribution corresponding to a 
growing concentration of linear and cychc polycarbosilanes appeared (with elution 
starting at 15.2 minutes) and continued beyond 20 minutes when the SFC system reached 
its maximum pressure. After six hours of reaction, very little monomeric starting 
material remained. It was determined through multiple polymerizations with this 
monomer that repeatable product distributions could be obtained . 
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[0040] The silica packing material can be purified by any mechanism known in the art. 

In many instances, such as when chromatographic grade sihca is used, the siHca is aheady 
pure enough and the purification stage can be omitted. Second, the silica is dried using 
any known drying process that does not damage the sihca. In one aspect of the invention, 
the sihca is dried under a vacuum at 250 degrees Celsius to a constant weight to remove 
water firom the surface of the silica. Any similar drying process that removes 
substantially all the water from the sihca surface can be employed in the invention. 

[0041 ] The resulting polymerized polydentate silane is then attachedljonded to the silica 

using any known procedure. In one aspect of the invention, the reaction scheme 
illustrated in Figure 2 is employed in the invention. To carry out this reaction scheme, the 
polydentate silane is reacted with dried chromatographic grade silica (2 grams, 100 
angstroms, 5 ]xm. particles) while using 2 grams of dry pyridine as an acid scavenger. The 
resultmg material is then heated at 110°C for 16 hours, filtered, washed with methylene 
chloride, washed with acetone, and finally washed with acetonitrile/water (65:35) 
mixture. Next, the sihca was dried under vacuum and treated with a 5% solution of 
trimethylsilyl triflate/lutidine (1:3) mixture in methylene chloride. The mixture was 
stirred for two hours and then filtered and washed with methylene chloride, acetone, and 
finally acetonitrile/water (65:35) mixture. 

[0042] The resulting sihca has a carbon loading percentage ranging from about 9 to about 

15%. In one aspect of the mvention, the sihca has a carbon loading percentage of about 
13.2%. This loading was higher than other Cg materials prepared using monomeric 
reagents with the same silica, but was not indicative of build-up of a thick polymeric 
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layer. 

[0043] The resulting silica was comparable or superior to commercially-available silica 

in several aspects. Analytical runs were made on columns packed with treated silica 
particles of the invention using the NIST 870 test mixture at 23°C after exposure to the 
methanol/water flow of 16 hours each at 50°, 60°, 70°, 80°, 90°, 100° and 110°C. The 
retention characteristics and selectivity were consistent with a well-deactivated alkyl- 
substituted sihca packing material. 

[0044] The treated silica particles of the invention generally had superior stability when 

compared to bidentate-bonded silica from Agilent Technologies sold as Extend™. 
Specifically, the silica materials of the invention exhibited a considerably higher 
resistance toward breakdown and extended hfetimes in the presence of hydrolytic 
solvents at elevated temperatures. To test the stabihty characteristics, columns were 
packed with the silica particles of the present invention and the Agilent Extend™ 
particles. The colvmins were subjected to flow at elevated temperatures with mixtures of 
methanol and water. The Agilent Extend™ material failed after 1000 column volumes 
had passed through at 50°C. hi contrast, sihca particles treated with polydentate silanes 
as described above withstood 1000 column volumes at 50, 60, 70, 80, 90, 100 and 110°C, 
finally showing signs of degradation (evidenced by increased backpressure and 
diminished analytical performance) after exposure to extended flow at 120°C with 
methanol/water. 

[0045] Having described the preferred embodiments of the invention, it is understood that 

the invention defined by the appended claims is not to be limited by particular details set 
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forth in the above description, as many apparent variations thereof are possible without 
departing from the spirit or scope thereof. 
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